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(54) Polymer light emitting device 

(57) A polymer light emitting device at least having a light emitting layer containing a polymeric fluorescent sub- 
stance and a charge transporting layer, wherein said polymeric fluorescent substance contains one or more kind of 
repeating units represented by the following formula (1). 



-A/T-CR^CRa- 



(1) 



and said charge transporting layer contains an organic compound satisfying the following conditions 1 and 2 in an 
amount of from 1 to 70% by weight 

(condition 1) 
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(condition 2) 



(wherein E™, and X respectively represent an electrochemically determined oxidation potentiaJ and an absorp- 
tion edge wavelength of an absorption spectrum of said organic compound; E 0X2 and X ^ respectively represent an 
electrochemically determined oxidation potential and an absorption edge wavelength of an absorption spectrum of said 
polymeric fluorescent substance used in said light emitting layer; and the unit in the condition 1 is V and the unit in the 
condition 2 is nm). The polymer light emitting device has a long and excellent stability on driving. 
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Description 

[0001 ] The present invention relates to a polymer light emitting device (hereinafter referred to as an "polymer LED"). 
[0002] An inorganic electroluminescence device using an inorganic fluorescent substance as a light emitting material 
5 (which may hereinafter referred to as an "inorganic EL device") has been used, for example, as a flat light source for 
back light or a display device such as a flat panel display and the like, however, high A.C. voltage has been required to 
emit light 

[0003] Recently. Tang et al. manufactured an organic electroluminescence device (hereinafter referred to as an 
"organic EL device") having a double-layer structure, comprising a laminate of a light emitting layer made of an organic 

10 fluorescent dye and a layer of an organic charge transporting compound generally used, for example, as a photosensi- 
tive material for electrophotography (JP-A-59-1 94393). Since the organic EL device has a feature that emission of light 
of various colors can be easily obtained, in addition to low-voltage driving and high luminance, in comparison with the 
inorganic EL device, various attempts for device structure, organic fluorescent dye and organic charge transporting 
compound have been reported (Jpn. J. Appl. Phys.. Vol. 27, page L269 (1988); and J. Appl. Phys., Vol. 65. page 3610 

is (1989)). 

[0004] The polymer LED using a polymeric light emitting material, other than the organic EL device mainly using low- 
molecular weight organic compounds, has been proposed in WO9013148. JP-A-3-244630. Appl. Phys. Lett Vol.58, 
page 1982 (1 991) and the like. In the Examples of WO90 131 48, there is disclosed that a poly(p-phenylenevinylene) thin 
film converted into a conjugated polymer is obtained by forming a film of a soluble precursor on an electrode and then 
so subjecting it to a heat treatment, and a device using the same. 

[0005] Furthermore, JP-A-3-244630 discloses conjugated polymers having a feature that the conjugated polymers 
themselves are soluble in solvents and require no heat treatment Also, in Appl. Phys. Lett. Vol.58, page 1982 (1991), 
there are described polymeric light emitting materials, which are soluble in solvents, and polymeric LEDs made by 
using the same. 

ss [0006] JP-A-3-273087 discloses a polymer LED formed by laminating a light emitting layer of a polymeric light emitting 
material and a hole transporting layer of a conjugated polymer. In case of a polymer LED, a device having high light 
emitting efficiency can also be obtained by providing a laminated structure. However, there has been required an 
organic EL device having a sufficient long-term stability, wherein a decrease in luminance and an increase in voltage 
on driving are smaller than those of these devices. 

30 [0007] A method of elongating the lifetime of a light emitting device is proposed, for example, in WO94/06157, JP-A- 
8-231951 and the like, particularly with respect to an organic EL device made by deposition of a low-molecular-weight 
material. WO94/06157 discloses that, when a small amount of distyrylalylene derivative is added to a light emitting layer 
or a hole transporting layer, it functions as an charge injection assistant, and the lifetime of the device is elongated. JP- 
A-8-231 951 discloses that a device having a elongated lifetime can be obtained by using a light emitting layer made by 

35 adding a condensed polycydic aromatic compound to a diamine derivative. 

[0008] On the other hand, regarding the polymer LED, since an organic layer can be easily formed by coating, it i6 
advantageous to increase the area and to reduce the cost compared with the case where a low-molecular -weight mate- 
rial is deposited. It is considered that the mechanical strength of the film is also excellent by virtue of polymer, but elon- 
gation of the lifetime is unsatisfactory. That is, an improvement in stability on driving is required in the polymer LED. 

40 [0009] An object of the present invention is to provide a long-life polymer light emitting device having excellent stability 
on driving. 

[001 0] As a solution to the above object it has been found that a long-life polymer light emitting device having excellent 
stability can be obtained without deteriorating the feature such as luminance, light emitting efficiency and the like, by 
adding a specific organic compound to a charge transporting layer. 

4S [001 1 ] That is, the present invention relates to a polymer light emitting device at least having a light emitting layer con- 
taining a polymeric fluorescent substance and a charge transporting layer provided adjacent to the light emitting layer 
between electrodes consisting of a pair of an anode and a cathode, at least one of which electrode is transparent or 
semrtransparent, wherein said polymeric fluorescent substance contains one or more kind of repeating units repre- 
sented by the following formula (1). the sum of the repeating units being not less than 50% by mol based on the total 

so repeating units, and has a number-average molecular weight of 10 3 to 10 7 in terms of polystyrene 

-ArvCR^CRj— (1) 

(wherein Ar, represents an arylene group having 4 to 20 carbon atoms taking part in a conjugated bond, or a hetero- 
ss cyclic compound group having 4 to 20 carbon atoms taking part in a conjugated bond; and Ri and R2 independently 
represent a group selected from the group consisting of hydrogen, an alkyl group having 1 to 20 carbon atoms, an aryl 
group having 6 to 20 carbon atoms, a heterocyclic compound group having 4 to 20 carbon atoms and a cyano group), 
and said charge transporting layer contains an organic compound satisfying the following conditions 1 and 2 in an 
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amount of from 1 to 70% by weight 

E OX2 -0.15 SE K ,SE W +0.10 (condition 1) 

^ od 8 ea " 3° s »■ «»i s *■ ««« + 20 (COnditi0n 2) 

(wherein E oxl and X _„.., respectively represent an electrochemically determined oxidation potential and an absorp- 
tion edge wavelengtfi of an absorption spectrum of said organic compound; E 0X2 and X -9rt respectively represent an 
electrochemically determined oxidation potential and an absorption edge wavelength of an absorption spectrumof sari 
polymeric fluorescent substance used in said fight emitting layer; and the unit in the condition 1 is V and the unit in the 

c ^ 1 d * on ^. ,s tt ^ ucture of {he polvmer led of the present invention, a light emitting layer containing a polymeric flu- 
orescent substance and a charge transporting layer containing (he organic compound (A) are laminated. 
[001 3] For example, the structures of the following (a) to (e) are shown. 

(a) Anode/Hole transporting layer (Organic compound(A)) /Light emitting layer/Cathode 

(b) Anode/Hole transporting layer (Organic compound (A)) /Light emitting layer/ Electron transports layer/ Cath- 
ode 

(c) Anode/Light emitting layer/Electron transporting layer (Organic compound (A))/Cathcde 

d) Anode/Hole transporting layer/Light emitting layer /Electron transporting layer (Organic corrv50und(A))/Cathode 
(e) AnodeTHole transporting layer (Organic compound(A)) /Light emitting layer/Electron transporting layer (Organic 

In^ab^tS^Sol T represents lamination, and "(Organic compound(A))- represents that the organic com- 
pound^) is contained in the layer. 

(00141 Two or more light emitting layers, hole transporting layers and electron transporting layers may be independ- 
ently used and. furthermore, a buffer layer may be inserted into any of interfaces in order to improve the adhesion and 
prevent the interface from the mixing. The order and number of layers to be laminated and the thickne^ of each layer 
are not specifically limited, but can be appropriately used considering the light emrtting efficiency and the lifetime of the 

Soma Furthermore, the present invention also includes the case where the organic compound (A) is contained in the 
charge transporting layer and. at the same time, contained in the light emrtting layer in the above structure, 
rawq in the polymer LED of the present invention, the organic compound (A) added in the charge transporting layer 
will be described hereinafter. The organic compound (A) may be any one which satisfy thecondi tions 1 and 2 When 
the values of the electrochemically determined oxidation potentials of the organic compound A) and a polymenc fluo- 
rescent substance used as a light emitting layer (E 0x1 and B 0x2 respectively*,* the absorption 
the absorption spectrum (X edge1 and X edga2 respectively) are respectively very dose each other, th ' <^*° n8 ^ 
2 are satisfied. That is. it is the case that where the difference between E 0x1 and Eox2 « ton^S to rtjrt* 
difference between X ^ and X is from -30 to +20 nm. When these conditions are satisfied, transfer of charge 
or eTgy wSbecomtU beCen the organic compound (A) and the po.ymeric light emrtting substance used ,n 

KitT ^alpSc method of determining the difference of the oxidation potential, the following eledrochemical 
method can be used. That is. the cyclic voltammetry of the organic compound (A) and that of the polymenc fluorescent 
substance are conducted and potentials (oxidation potentials) at which the oxidation wave rise from the basehne a e 
obtained to take the difference. Specifically, tor example, first, a thin film is formed on a platinum electrode by dipping in 
a solution of the material to be measured. Then, cyclic voltammetry is conducted in an organic solvent containing a surf- 
ace supporting electrolyte, for example, in an acetonrthle solution of 0.1 N tetrabutylammonium tetrafluoroborate, usmg 
SZSrtd. coated with thTmafena. as a working electrode, using another uncoated plat.nurrr *dr ode as a 
counter electrode and using, for example, a silver/silver chloride electrode, a saturated calomel e lecfrode standard 
hydrogen electrode and the like as a reference electrode. When the material to be measured is easHy dissolved mtte 
solvent used as an electrolysis solution, the measurement may be conducted by dissolving the material m the electrol- 
ysis solution instead of coating the electrode. The concentration may be selected so that the oxidation wave can be eas- 

SwSr'S that time, various conditions such as sweep rate and sweep region of the potential are fixed during the 
measurement of any materia*, for example. 50 mV/second as the sweep rate and^OO to taoOrnV ' ^r*al vs. sH- 
ver/siiver chloride electrode) as the sweep region are specified. For the resulting cyclic voltammogram, the potential of 
Z Seeing .point of the tangent line to the baseline and the tangent line to the rising portion of the oxdation wave 
may be determined with each material to take the difference. 
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[0019] On the other hand, to determine the difference between the absorption edge wavelengths of the absorption 
spectrum, the absorption spectra are measured and the wavelengths at which the absorption rises from the baseline 
are obtained to take the difference. Specifically, a thin film having a thickness of approximately 50 to 300 run is formed 
on a quartz substrate by spin-coating from a solution of the material to be measured, thereby to obtain the absorption 
s spectrum. For this spectrum, the wavelength of the intersecting point of the tangent line to the baseline and the tangent 
line to the rising portion of the absorption spectrum is regarded as the absorption edge wavelength. This may be deter- 
mined with each material to take the difference. 

[0020] The organic compound (A) is appropriately selected so as to satisfy the conditions 1 and 2 depending on the 
combination with the polymeric fluorescent substance used as a light emitting layer. The organic compound is, for 
io example, an oligomer having repeating units, which are similar to or the same as those of the polymeric fluorescent sub- 
stance used in a light emitting layer, and a low-molecular-weight compound having a condensed polycyclic aromatic 
compound group conjugated to similar or the same structure to the repeating unit and the like. In this case, it is prefer- 
able that the condensed polycyclic aromatic compound group contains three or more rings. 

[0021] Particularly, in the case of having a structure of the repeating unit composed of the same skeleton as that of 
is the polymeric fluorescent substance used in a light emitting layer in the molecule, that is. in the case of having one or 
more kinds of repeating units of a polymeric fluorescent substance used in a light emitting layer in a part of constituting 
units of the organic compound, it is likely to become similar energy state, so it is preferable. The polymeric fluorescent 
substance itseif used in the light emitting layer also satisfies the conditions 1 and 2. but when the charge transporting 
layer is composed of a polymeric material, it is difficult to mix uniformly and phase separation arises sometimes. On the 
so other hand, when the molecular weight of the organic compound (A) is very small, if the large amount of it is added, the 
film quality and film strength of the charge transporting layer are likely to becomes insufficient. Depending on the struc- 
ture of the charge transporting material and the organic compound (A), the molecular weight of the organic compound 
(A) is preferably not more than 10* and not less than 5 x 10 2 , and more preferably not more than 4 x 10 3 and not less 
than 10 3 . in order to uniformly disperse into the charge transporting layer. For example, an oligomer containing from 3 
25 to 7 of the repeating units represented by the above formula (1) on the average has a suitable molecular weight and, 
therefore, it can be preferably used. 

[0022] Specific examples of the organic compound (A) include the compounds represented by the following formulas 
(2). (5) and (6). These organic compounds (A) may be used alone or in combination thereof. The content of the organic 
compound in the charge transporting layer is from 1 to 70% by weight based on the whole material contained in the 

30 layer. To obtain the sufficient effect, the larger the amount, the better. To maintain the fBm quality, the smaller the 
amount, the better. Therefore, the content of the organic compound in the charge transporting layer is preferably from 
4 to 70% by weight, more preferably from 9 to 50% by weight, and particularly from 15 to 40% by weight 
[0023] A method of mixing the organic compound (A) in the charge transporting layer is not specifically limited, but is 
appropriately decided depending on the charge transporting layer to be used. For example, when the charge transport- 

35 ing material is a low-molecular-weight material, a co-deposition method is used as a vacuum depositing method and a 
method of mixing in a solution is used as a method of forming a film from a mixed solution with a polymeric binder. When 
the charge transporting material is a polymer, since film formation from a solution is general, a method of mixing to a 
solution is used. 

40 Ar 2 -CR 3 =CR 4 4B>nAr3-CFt s =CR 6 -^r4 (2) 

In the formula, B is a divalent compound group represented by the following formula (3) or (4), a group obtained by com- 
bining one or more groups represented by (3). a group obtained by combining one or more groups represented by (4), 
or a group obtained by combining one or more groups represented by (3) with one or more groups represented by (4) 

45 

-Ar 5 -CR 7 =CR a — (3) 
— Are-CRs=CR 10 — Ar 7 -CR 1 ,=CRi 2 — (4) 

so wherein Ar 3 . Ar 5 . Ar 6 and Ar 7 independently represent an arylene group having 4 to 20 carbon atoms taking part in a 
conjugated bond, or a heterocylic compound group having 4 to 20 carbon atoms taking part in a conjugated bond, but 
Ar 6 and Ar 7 are not the same; n is an integer of 0 to 10. In the case that B is represented by the formula (3), n is more 
preferably an integer of 2 to 6. and when B is represented by the formula (4). n is more preferably an integer of 1 to 3; 
Ar 2 and Ar 4 independently represent a condensed polycyclic aromatic compound group having 3 to 10 rings, or when 

55 n is 4 to 1 0, Ar 2 and Ar 4 independently represent an aryl group having 4 to 20 carbon atoms taking part in a conjugated 
bond, or a heterocylic compound group having 4 to 20 carbon atoms taking part in a conjugated bond; and R 3 , R4, Rg, 
Re. R7. R a. R9. R io. R11 R i2 independently represent a group selected from the group consisting of hydrogen, an 
alkyl group having 1 to 20 carbon atoms, an aryl group having 6 to 20 carbon atoms, a heterocyclic compound group 
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having 4 to 20 carbon atoms and a cyano group. 

CRi 9 =:CR2o-Ar 11 
Ara-CRia^CRu-Ar^ — CR 17 = CR 18 -Ar 10 

Ar 9 -CR 15 = CR 16 .... {5 j 

wherein Ar, 2 represents a tetravalent aryl group having 4 to 20 carbon atoms taking part in a conjugated bond, or a het- 
erocytic compound group having 4 to 20 carbon atoms taking part in a conjugated bond; Ar 8 to Ar,, independently is 
selected from a condensed polycyclic aromatic compound group having 3 to 10 rings; R 13 to R20 independently repre- 
sent a group selected from the group consisting of hydrogen, an alkyl group having 1 to 20 carbon atoms, an aryl group 
having 6 to 20 carbon atoms, a heterocyclic compound group having 4 to 20 carbon atoms and a cyano group. 

CR25— CR2 6 -Ar 15 
Ar 13 -CR2i=CR22— Ar 16 -CR23=CR24— Ar 14 . (6J 

wherein Ar 16 represents a trivalent aryl group having 4 to 20 carbon atoms taking part in a conjugated bond, or a het- 
erocylic compound group having 4 to 20 carbon atoms taking part in a conjugated bond; Ar 13 to Ar 15 independently is 
selected from a condensed polycyclic aromatic compound group having 3 to 10 rings; and R 21 to R 26 independently 
represent a group selected from the group consisting of hydrogen, an alkyl group having 1 to 20 carbon atoms, an aryl 
group having 6 to 20 carbon atoms, a heterocyclic compound group having 4 to 20 carbon atoms and a cyano group 
[0024] Specific examples of Ar3.Ar5.Ar5 and Ar 7 include a divalent group or a derivative thereof containing benzene, 
pyridine, pyrazine. pyrimidine, pyridazine. naphtalene, anthracene, thiophene, fluorene. furane, quinoline, quinoxaline, 
pyrene, perylene. phenanthrene. etc. or a divalent group combining thereof. Among them, benzene, naphtalene. 
anthracene, fluorene and pyrene are preferable. 

[0025] Specific examples of Ar, 2 include a tetravalent group or a derivative thereof containing benzene, pyridine, pyra- 
zine, pyrimidine, pyridazine. naphtalene. anthracene, thiophene. fluorene, furane, quinoline, quinoxaline, pyrene, peryl- 
ene. phenanthrene, etc. or a tetravalent group combining thereof. Among them, benzene, naphtalene, anthracene, 
fluorene and pyrene are preferable. 

[0026] Specific examples of Ar-, s include a trivalent group or a derivative thereof containing benzene, pyridine, pyra- 
zine. pyrimidine, pyridazine, naphtalene, anthracene, thiophene. fluorene, furane, quinoline, quinoxaline, pyrene. peryl- 
ene.' phenanthrene. etc. or a trivalent group combining thereof. Among them, benzene, naphtalene. anthracene, 
fluorene and pyrene are preferable. 

[0027] Specific examples of a condensed polycyclic aromatic compound group represented by Ar2.Ar4.Ars- Ar-, t or 
Ar 13 -Ar is include a divalent group or a derivative thereof containing anthracene, fluorene, pyrene, perylene, coronene. 
naphtacene. phenanthrene, and so on. Among them, anthracene, fluorene. pyrene. perylene and phenanthrene are 
prof sr sb is 

[002B] Ring number of condensed polycyclic aromatic compound is defined to be the number of an rings containing 
the condensed ring. For example, ring number of anthracene is 3. that of fluorene is 3. that of pyrene is 4. that of 
peryrene is 5, and so on. 

[0029] In the case that n in the formula (2) is 4 to 10. specific examples of Ar 2 or Ar 4 include a divalent group or a 
derivative thereof containing benzene, pyridine, pyrazine, pyrimidine. pyridazine. naphtalene. anthracene, ttuophene. 
fluorene, furane. quinoline, quinoxaline, pyrene. perylene. phenanthrene. eta. or a divalent group combining thereof. 
Among them, benzene, naphtalene, anthracene, fluorene and pyrene are preferable. 

[0030] In the case that R3~R 26 are not hydrogen or a cyano group, the alkyl group having 1 to 20 carbon atoms is 
exemplified by methyl group, ethyl group, propyl group, butyl group, pentyl group, hexyl group, heptyl group, octyl group, 
decyl group, lauryi group, etc.. Among them, methyl group, ethyl group, pentyl group, hexyl group, heptyl group and octyl 
group are preferable. 

[0031] Tne aryl group having 6 to 20 carbon atoms is exemplified by phenyl group. 4-C 1 -C 1 2 alkoxyphenyl groups (d- 
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C 12 referstol to 1 2 carbon atoms, hereinafter referred to the same). 4-C,-C 12 alkylphenyl groups, 1-naphtyl group and 
2-naphtyl group and so on. 

[0032] The heterocyclic compound group having 4 to 20 carbon atoms is exemplified by 2-thienyl group, 2-pyrrolyl 
group, 2-furyl group and 2-, 3- or 4-pyridyl group and so on. 

5 [0033] Furthermore, when a uniform dispersion into a charge transporting layer is conducted in a solution state, it is 
preferable that the organic compound (A) is soluble in a solvent In this point of view, the organic compound (A) prefer- 
ably has a group as to enhance the compatibility with the charge transporting material and the solubility to a solvent 
Examples of these groups include an alkyl group having 4 to 20 carbon atoms, an alkoxyl group having 4 to 20 carbon 
atoms, an aryl group having 6 to 20 carbon atoms taking part in a conjugated bond, an aryl oxy group having 6 to 20 

io carbon atoms taking part in a conjugated bond, a heterocyclic compound group having 4 to 20 carbon atoms taking part 
in a conjugated bond and the like. It is preferable that at least one aryl group or heterocyclic compound group, which 
has at least one of the above group as a substrtuent is contained in a molecule. 

[0034] These groups are exemplified by the followings. The alkyl group having 4 to 20 carbon atoms includes butyl 
group, pentyl group, hexyl group, heptyl group, octyl group, decyl group and lauryl group and so on. Among them, perrtyl 

is group, hexyl group, heptyl group and octyl group are preferable. 

[0035] The alkDxyl group having 4 to 20 carbon atoms includes butcotyl group, pentyfoxy group, hexyl oxy group, hep- 
tyloxy group, octyl oxy group, decyloxy group, lauryloxy group and phenylpropyloxy group and so on. Among them, 
pentyloxy group, hexyloxy group, heptyloxy group, octyloxy group and phenylpropyloxy group are preferable. 
[0036] The aryl group having 4 to 20 carbon atoms includes phenyl group, 4-C 1 -C 1 2 alkoxyphenyl group, 4-C-|-C 12 

so alkylphenyi group. 1-naphtyl group and 2-naphtyl group and so on. 

[0037] The aryloxyl group having 4 to 20 carbon atoms is exemplified by phenoxyl group. 

[0038] The heterocyclic compound group having 4 to 20 carbon atoms includes 2-thienyl group. 2-pvrrolyl group, 2- 
furyl group, 2-,3- or 4-pyridyl group and so on. 

[0039] The polymeric fluorescent substance contained in the light emitting layer of the polymer LED of the present 
25 invention is poly(arylene vinylene) or its derivative, and is the polymer containing the repeating unit represented by the 
above formula (1 ) in an amount of not less than 50% by mol based on the total repeating units. Depending on the struc- 
ture of the repeating unit, the amount of the repeating unit represented by the formula (1 ) is preferably not less Itian 70% 
by mol based on the total repeating units. The polymeric fluorescent substance may contain a divalent aromatic com- 
pound group or its derivative, a divalent heterocyclic compound group or its derivative, or a divalent group combining 
30 thereof, etc. as the repeating unit other than the repeating unit represented by the formula (1). The repeating unit rep- 
resented by the formula (1) and other repeating unit may be combined by a non-conjugated unit having an ether group, 
an ester group, an amide group, an imide group or the like. Alternatively, the non -conjugated portion may be contained 
in the repeating unit. 

[0040] When the light emitting material is a polymeric fluorescent substance containing the repeating unit of the for- 
35 mula (1), Ar, of the formula (1) includes arylene group having 4 to 20 carbon atoms taking part in the conjugated bond, 
or heterocyclic compound group having 4 to 20 carbon atoms taking part in the conjugated bond, such as a divalent 
aromatic compound group or its derivative, a divalent heterocyclic compound group or its derivative, a divalent group 
combining thereof or the like, shown in the following formulas (7) to (9). 

40 



45 
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In the formulas, R 27 -R n i 8 are independently a group selected from the group consisting of hydrogen, an alkyl group 
having 1 to 20 carbon atoms, an alkoxyl group having 1 to 20 carbon atoms, an alkylthio group having 1 to 20 carbon 
atoms; an aryl group having 6 to 18 carbon atoms, an aryloxyl group having 6 to 18 carbon atoms; a heterocyclic cam- 
pound group having 4 to 14 carbon atoms. 

[0041] Among these groups, a phenylene group, a substituted phenylene group, a biphenylene group, a substituted 
biphenylane group, a naphtalenediyl group, a substituted naphtalenediyl group, a amhracene-9.10-diyl group, a substi- 
tuted anthracene-9, 1 0-diyl group, a pyridine-2,5-diyl group, a substituted pyridine-2.5-diyi group, a thienylene group and 
a substituted thienylene group are preferable. More preferable are a phenylene group, a biphenylene group, a 
naphtalenediyl group, a pyridine-2,5-diy1 group and a thienylene group. 

[0042] In the case that R, and R 2 in the formula (1) are not a hydrogen or a cyano group, they are exemplified as 
follows. 

[0043] The alkyl group having 1 to 20 carbon atoms are methyl group, ethyl group, propyl group, butyl group, perrtyl 
group, hexyl group, heptyl group, octyl group, decyl group, lauryl group and soon. Among them, methyl group, ethyl 
group, pentyl group, hexyl group, heptyl group and octyl group are preferable. 

[0044] The aryl group having 6 to 20 carbon atoms includes phenyl group, 4-Ci.t2 alkoxyphenyl group, 4-Cm2 alkyl- 
phenyl group, 1-naphtyl group and 2-naphtyl group and so on. The denotation of d. 12 means that 1 to 12 carbon atoms 
are contained in the alkoxy or alkyl group. 

[0045] The heterocyclic compound group having 4 to 20 carbon atoms includes 2-thienyl group. 2-pyrrolyl group, 2- 
furyl group. 2- .3- or 4-pyridyl group and so on. 

[0046] In view of the solvent solubility, Ar, of the formula (1) has preferably one or more groups selected from the 
group consisting of alkyl, alkoxyl or alkylthio group having 4 to 20 carbon atoms, aryl or aryloxyl group having 6 to 20 
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carbon atoms, and heterocyclic compound group having 4 to 20 carbon atoms. 

[0047] These substituent groups are exemplified by the fallowings. The alkyl group having 4 to 20 carbon atoms 
includes butyl group, pentyl group, hexyl group, heptyl group, octyl group, decyi group and lauryl group and so on. 
Among them, pentyl group, hexyl group, heptyl group and octyl group are preferable. 

[0048] The alkoxyl group having 4 to 20 carbon atoms includes butoxyl group, pentyloxy group, hexyloxy group, hep- 
tyloxy group, octyloxy group, decyloxy group, lauryloxy group and phenyfpropyloxy group and so on. Among them, 
pentyloxy group, hexyloxy group, heptytoxy group, octyloxy group and phenyfpropyloxy group are preferable. 
[0049] The alkylthio group having 4 to 20 carbon atoms includes butylthio group, perrtytthio group, hexyltWo group, 
heptylthio group, octytthio group, decylthio group, laurytthio group and so on. Among them, perrtytthio group, hexyhhio 
group, heptylthio group and octytthio group are preferable. 

[0050] The aryl group having 4 to 20 carbon atoms includes phenyl group, 4-C,. 12 alkoxyphenyl group. 4-C V i2 alkyi- 
phenyl group. 1 -naphtyl group and 2-naphtyl group and so on. 

[0051 ] The aryloxyl group having 4 to 20 carbon atoms is exemplified by phenoxyl group. 

[0052] The heterocyclic compound group having 4 to 20 carbon atoms includes 2-thienyl group, 2-pyrrolyl group. 2- 
furyl group, 2-.3- or 4-pyridyl group and so on. 

[0053] The number of these substituents varies depending on the molecular weight of the polymeric fluorescent sub- 
stance and construction of the repeating unit. In order to obtain a polymeric fluorescent substance having high solubility, 
the number of these substituents is preferably at least one per molecular weight of 600. 

[0054] The terminal group of the polymeric fluorescent substance is not specifically limited, but when the polymeriz- 
able group remains entirely, the light emitting properties and the lifetime of the devices are likely to deteriorate, there- 
fore it is preferably protected with a stable group. Those having a conjugated bond continued to conjugated structure 
of the main chain are more preferable. Examples thereof include the structure combined. with an aryl group or a hete- 
rocyclic compound group through a vinylene group. 

[0055] Specific examples are phenyl group, pyridyl group, naphtyl group, anthryl group, pyrenyl group, perylenyl 
group phenanthrenyl group, thienyl group, furyl group, oxadiazolyl group, benzoxazolyl group, fluorenyi group, qumolyl 
group' quinoxalyl group, and derivative thereof. Among them, phenyl group. 1 -naphtyl group. 9-anthryl group. 2-pyridyl 
group! 2-thienyl group. 1 -pyrenyl group, 2-fluorenyl group. 2-quinolyl group and derivative thereof are preferable. More 
preferable are 1 -naphtyl group, 9-anthryl group. 1 -pyrenyl group and 2-fluorenyl group. 

[0056] A synthesizing method of the polymeric fluorescent substance is not specifically limited, and examples thereof 
include a method described in JP-A-S-202355. That is. examples thereof include polymerization by Witting reaction 
between a dialdehyde compound and a diphosponium salt compound, polycondensation by dehydrohalogenation 
method of a compound having two halogenated methyl groups, polycondensation by sulfonium salt decomposition 
method of a compound having two sulfonium salt groups, polymerization by Knoevenagel reaction between a dialde- 
hyde compound and a diacetonitrile compound and the like. 

[0057] The polymeric fluorescent substance may be a random, block or graft copolymer, or a polymer having an inter- 
mediate structure of them, for example, a partially block type random copolymer. In view of obtaining a polymenc fluo- 
rescent substance having high quantum yield of fluorescence, a partially block type random copolymer, and a block or 
graft copolymer is preferable to a completely random copolymer. The case of having branches in the main chain and 
containing three or more terminals is also included. 

[0058] Since light emission from a thin film is utilized, the polymeric fluorescent substance having luminescence in 
the solid state is preferably used. 

[0059] Examples of a good solvent for the polymeric fluorescent substance include chloroform, methylene chloride, 
dichloroethane, tetrahydrofuran. toluene, xylene; mesitylene. decalin. n-butylbenzene and the like. The polymenc fluo- 
rescent substance can be usually dissolved in a solvent in an amount of not less than 0.1% by weight although the 
amount varies depending on the structure or molecular weight of the polymeric fluorescent substance. 
[0060] The molecular weight of the polymeric fluorescent substance is preferably within the range from 10 to 10 in 
terms of polystyrene, and the polymerization degree varies depending on the structure of repeating units and their pro- 
portion. In view of the film forming property, the total number of the repeating unit is suitably within the range from 10 to 

10000. more suitably from 10 to 3000, and preferably from 20 to 2000. 

[0061 ] When these polymeric fluorescent substances are used as the light emitting material of the polymenc LED, 
since the purity have an influence on light emitting characteristics, the polymeric fluorescent substance is preferably 
subjected to a purification treatment such as purification by means of reprecipitation. separation by means of chroma- 
tography or the like, after synthesis. . 
[00621 On producing the polymeric LED, in the case of film forming from a solution using these polymenc fluorescent 
substances which are soluble in an organic solvent, the solvent of this solution is only removed by drying after coating. 
Also in the "case of mixing a charge transporting material and light emitting material, the same method can be applied, 
therefore it is very advantageous on producing. As a method of forming a film forming from a solution, coating methods 
such as spin coating method, casting method, micro gravure coating method, gravure coating method, bar coating 
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method, roll coating method, wire bar coating method, dipping method, spray coating method, screen printing method, 
f lexographic printing method, offset printing method or the like can be used. 

[0063] As the light emitting layer, far example, a light emitting material other than the polymeric fluorescent substance 
may be used in combination. 

s [0064] As the light emitting material, well-known materials can be used. As the low-molecular-weight compound, tor 
example, the light emitting material includes pigments such as naphthalene derivative, anthracene and its derivative, 
perytene and its derivative; dyes such as polymethine. xarrthene. coumarin. cyanine and the like; and metal complex of 
8-hydroxyquinoline and its derivative, aromatic amine, tetraphenylcydopentadiene and its derivative, and tetraphenylb- 
utadiene and its derivative and the like. 

jo [0065] Specific examples thereof include well-known light emitting materials such as those described in JP-A-57- 
51781 and JP-A-59-1 94393. 

[0066] When the polymeric LED of the present invention has at least one hole transporting layer, the hole transporting 
material used is not specifically limited, and examples thereof include, 

J5 (a) the hole transporting material having a carbazole ring or its derivative at the side chain such as polyvinyl carba- 
zole and its derivative 

(b) polysilane and its derivative 

(c) the hole transporting material having an aromatic amine compound group at the side chain or the main chain 
such as polysiloxane derivative having aromatic amine in the side chain or the main chain, polyaniline and its deriv- 

so ative 

(d) pyrazoline derivative, arylamine derivative, stilbene derivative, triphenyldiamine derivative 

(e) the conjugated polymer such as polythiophene and its derivative. po!y(p-phenylenevinylene) and its derivative. 
poly(2.5-thienylenevinylene) and its derivative and the like. 

25 [0067] Specific examples of the hole transporting material include those described in JP-A-63-702S7. JP-A-63- 
175860. JP-A-2-1 35359, JP-A-2-135361, J P-A-2 -209988. JP-A-3-37992. JP-A-3-152184 and the like. 
[0068] Among them, the hole transporting material used in the hole transporting layer is preferably the polymeric hole 
transporting material such as polyvinyl carbazole and its derivative, polysilane and its derivative, polysiloxane derivative 
having aromatic amine compound group in the side chain or the main chain, polyaniline and its derivative, pelythi- 

30 ophene and its derivative, poly(p-phenylenevinylene) and its derivative, poly(2,5-thienylenevinylene) and its derivative 
and the like, and more preferably polyvinyl carbazole and its derivative, polysilane and its derivative, polysiloxane deriv- 
ative having aromatic amine compound group in the side chain or the main chain. In the case of using the low-molecu- 
lar-weight hole transporting material, it is preferably used by dispersing in a polymer binder. 

[0069] Polyvinyl carbazole and its derivative can be obtained, for example, by cation polymerization or radical polym- 
35 erization from vinyl monomers. 

[0070] Examples of the polysilane and its derivative include compounds such as those described in Cham. Rev. 
Vol.89, page 1359 (1989) and GP2300196. As the synthesizing method, the method described in them can be used. 
Among them, a Kipping method is preferably used. 

[0071] Polysiloxane and its derivative, since the siloxane skeleton structure has little hole transporting properties, 
40 those having the structure of the above low-molecular-weight hole transporting material in the side chain or the main 
chain Is appropriately used. Examples thereof include those having aromatic amine having the hole transporting prop- 
erties at the side chain or main chain. 

[0072] The method of forming a film of the hole transport layer is not limited. As the low-molecular-weight hole trans- 
porting material, examples thereof include a method of forming a film from a mixed solution with a polymer binder. In 

45 the case of polymeric hole transporting material, examples include a method of forming a film from a solution. 

[0073] The solvent used far a film forming from a solution is not specifically limited, as far as it dissolves the hole trans- 
porting material. Examples of the solvent include chlorine solvents such as chloroform, methylene chloride, cfichlo- 
roethane and the like; ether solvents such as tetrahydrofuran and the like; aromatic hydrocarbon solvents such as 
toluene, xylene and the like; ketone solvents such as acetone, methyl ethyl ketone and the like; ester solvents such as 

so ethyl acetate, butyl acetate, ethylcellsotve acetate and the like. 

[0074] As a method of forming a film forming from a solution, coating methods such as spin coating method, casting 
method, micro gravure coating method, gravure coating method, bar coating method, roll coating method, wire bar coat- 
ing method, dipping method, spray coating method, screen printing method, flexographic printing method, offset print- 
ing method or the like can be used. 

ss [0075] As the polymeric binder to be mixed, those which do not extremely inhibit charge transport are preferable. 
Those whose absorption to visible light is not strong are preferably used. Examples of the polymer binder include poly- 
carbonate, polyacrytate, polym ethyl acrylate, polym ethyl methacrylate, polystyrene, polyvinyl chloride, polysiloxane and 
the like. 
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[0076] In the present invention, when the polymer LEO has the electron transport layer, as the electron transporting 
material used, well-known materials can be used. Examples thereof include oxadiazole derivative, arrthraquinodimeth- 
ane and its derivative, benzoquinone and its derivative, naphthoquinone and Hs derivative, anthraquinone and hs deriv- 
ative, tetracyanoarrthraquinodimethane and its derivative, fluorenone derivative, diphenyldicyanoethylene and its 
derivative, diphenoquinone derivative, metal complex of 8-hydroxyquinoline and its derivative and the like. 
[0077] Specific examples thereof include those descrfoed in JP-A-63-70257. JP-A-63-1 75860. JP-A-2-135359. JP-A- 
2-135361, JP-A-2-209988. JP-A-3-37992 and JP-A-3-152184. 

[0078] Among them, oxadiazole derivative, benzoquinone and its derivative, anthraquinone and its derivative, and 
metal complex of 8-hydroxyquinoline and its derivative are preferable, 2-(4-biphenylyl)-5-<4-t-butytphenyf)-1.3.4-oxadi- 
azole, benzoquinone, anthraquinone and trjs(8-quinolinof)aluminum are more preferable. 

[0079] The method of forming a film of the electron transport layer is not specifically limited. In case of the low-molec- 
ular-weight electron transporting material, there can be used vacuum deposition method from the powder state or 
method by film forming from the solution or molten state. In case of the polymeric electron transporting material, there 
can be used a method by film forming from the solution or molten state. In case of forming the film from the solution or 
molten state, the polymer binder may be used in combination. 

[0080] The solvent used for film forming from the solution is not limited, as far as it can dissolve the electron trans- 
porting material and/or polymer binder. Examples of the solvent include chlorine solvents such as chloroform, methyl- 
ene chloride, dichloroethane and the like: ether solvents such as tetrahydrcrfuran and the like; aromatic hydrocarbon 
solvents such as toluene, xylene and the like ketone solvents such as acetone, methyl ethyl ketone and the like: ester 
solvent such as ethyl acetate, butyl acetate, ethylcellsolve acetate and the like. 

[0081] As a method of forming a film forming from a solution or molten state, coating methods such as spin coating 
method, casting method, micro gravure coating method, gravure coating method, bar coating method, roll coating 
method! wire bar coating method, dipping method, spray coating method, screen printing method, flexographic printing 
method, offset printing method or the like can be used. 

[0082] As the polymer binder to be mixed, those which do not'extremely inhibit charge transport are preferable. Those 
whose absorption to visible light is not strong are preferably used. Examples of the polymer binder include poly(N-vinyl- 
carbazole), polyanifine and its derivative, polythiophene and its derivative, poly(p-phenylenevinylene) and its derivative, 
poly(2.5-thienylenevinylene) and its derivative, polycarbonate, polyacryiate, polymethylacrylate. polymethylmethacr- 
ylate, polystyrene, polyvinylchloride, polysiloxane and the like. 

[0083] In the present invention, as the transparent or semitransparerrt metal of the anode, there can be used conduc- 
tive material oxide films, semitransparerrt metal thin films and the like. Specifically, indium-tin oxide (ITO). zinc 
oxide(ZnO). films (e.g. NESA) made of conductive glasses such as tin oxidefSnOa). and the like, Au, Pt, Ag, Cu and the 
like are used. ITO. ZnO and SnO z are preferable. Examples of the production method include vacuum deposition 
method, sputtering' method, ion plating method, plating method and the like. As the anode, an organic transparent con- 
ductive film such as polyaniline and its derivative, polythiophene and its derivative and the like may also be used. 
[0084] AS the material using in the cathode of the present invention, it is preferable to have small work function. For 
example, there can be used Al, In. Mg. Ca. Li. Mg-Ag alloy. Mg-ln alloy, Mg-AI alloy. In-Ag alloy. Al-U alloy, Li-Mg alloy, 
Li-ln alloy, Ca-AI alloy, graphite, praphitG intercalation compound, and the like. 

[0085] As the method of producing the cathode, there can be used vacuum deposition method, sputtering method or 
laminate method by heat-pressing thin metal films and the like. After producing the anode, a protecting layer for protect- 
ing the polymeric LED may also be provided. 

[0086] The following Examples further illustrate the present invention in detail but are not to be construed to limit the 
scope thereof. 

[0087] In the following Examples, a number-average molecular weight in terms of polystyrene was measured by gel 
permeation chromatography (GPC) using chloroform as a solvent 

Example 1 

( Synthesis of polymeric fluorescent substance 1 > 

[0088] 2 5-dioctyloxy-p-xylylene dichoride was reacted with triphenylphosphine in a N.N-dimethyrformamide solvent 
to synthesize a phosphonium salt (1). 47.74 Parts by weight of the resulting phosphonium salt and S.5 parts by weight 
of terephthalaldehyde were dissolved in an ethyl alcohol/chloroform mixed solvent. An ethyl alcohol solution containing 
5 4 parts by weight of lithium ethoxide was added dropwise to an ethyl alcohol/chloroform mixed solvent of a phospho- 
nium salt and dialdehyde. followed by polymerization. To the resulting reaction solution, a chloroform solution of 1- 
pyrenecarbaldehyde was added and an ethyl alcohol solution containing lithium ethoxide was further added dropwise. 
and then the mixed solution was polymerized with stirring at room temperature for 3 hours. After the reaction solution 
was allowed to stand at room temperature overnight the formed precipitate was recovered by filtration and the preap- 
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rtate was washed with ethyl alcohol. This precipitate was dissolved in chloroform and then subjected to repreciprtation 
purification by adding ethyl alcohol. The precipitate was dried under reduced pressure to obtain S.O parts by weight of 
a polymer. This polymer is referred to as a "polymeric fluorescent substance 1 " 

[0089] The repeating unit of the polymeric fluorescent substance 1 and its molar ratio estimated from a charging ratio 
s of monomers are shown below. It was confirmed by 'H-NMR thai the polymer has a pyrenyl group at the molecular ter- 
minal. 



OC e H 17 

-(<Q>-CH=CH^ (-^0>-CH = CH)- 

C e H 17 0 



(10) 



In the formula, the molar ratio of two repeating units is 50:50 and two repeating units are combined each other. 
[0090] The number-average molecular weight in terms of polystyrene of the polymeric fluorescent substance 1 was 
4.0 x 10 3 . The structure of the polymeric fluorescent substance 1 was confirmed by infrared absorption spectrum and 
NMR. 

( Synthesis of organic compound 1 ) 

[0091 ] 2,5-dioctyloxy-p-xylylene dichoride was reacted with triphenytphosphine in a N.N-dimethytformamide solvent 
to synthesize a phosphonium salt 4.8 Parts by weight of the resulting phosphonium salt and 2.5 parts by weight of 1- 
pyrenecarbaldehyde were dissolved in an ethyl alcohol/chloroform mixed solvent An ethyl alcohol solution containing 
lithium ethoxide obtained by reacting 0.15 parts by weight of lithium with ethyl alcohol was added dropwise in a mixed 
solution of phosphonium salt and aldehyde. After the reaction at room temperature for three hours, the resulting precip- 
itate was recovered by filtration and the precipitate was washed in order with ethyl alcohol, ethyl alcohol/Water and ethyl 
alcohol. The precipitate was dried under reduced pressure to obtain 3.0 parts by weight of a product. This material is 
referred to as a "organic compound 1 ". The structure of the organic compound 1 is shown below. 




(12) 



[0092] The structure of the organic compound 1 was confirmed by infrared absorption spectrum and NMR. 

45 

(Measurement of oxidation potential and absorption edge wavelength) 

[0093] A thin film was formed on a platinum electrode by dipping from a toluene solution of 1 ,0% by weight of the pol- 
ymeric fluorescent substance 1 . Cyclic voltammetry was conducted in an acetonitrile solution of 0. IN of tetrabutylam- 

50 monium tetrafluoroborate using a platinum electrode coated with the polymeric fluorescent substance 1 as a work 
electrode, another uncoated platinum electrode as a counter electrode and a silver/silver chloride electrode as a refer- 
ence electrode. The sweep rate was 50 mV/second and the sweeping was conducted within the range from -200 to 
1200 mV vs. a silver/silver chloride electrode. In the resulting cyclic voltamogram, the potential at the intersection of 
each tangent line to the baseline and the upstanding portion of the oxidation wave was 750 mV. The oxidation potential 

55 of the organic compound 1 was determined in the same manner. As a result it was 710 mV. Therefore, the organic com- 
pound 1 satisfied the condition 1 to the polymeric fluorescent substance 1. 

[0094] Next a thin film was formed on a quartz substrate by spin coat from a toluene solution of 1 .0% by weight of 
the polymeric fluorescent substance 1 . The absorption spectrum was measured with an absorption spectrophotometer 
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(UV3S00 type manufactured by Hitachi. Ltd.)- The wavelength at the intersection of each tangent line to the baseline 
and upstanding portion of the absorption was determined. As a result, it was 530 run. The absorption edge wavelength 
of the organic compound 1 was determined in the same manner. As a result, it was 540 nm. Therefore, the organic com- 
pound 1 satisfied the condition 2 to the polymeric fluorescent substance 1 . 

5 

( Production and evaluation of device) 

[0095] A methylene chloride solution of 1.7% by weight of poly(N-vinyl carbazole) (hereinafter referred to as PVCz) 
containing 23% by weight of the organic compound 1 based on PVCz was prepared. Using a methylene chloride solu- 
10 tion of the above PVCz. a film was formed in a thickness of 50 nm by dip coat method on a glass substrate with I TO film 
in a thickness of 200 nm by electron beam deposition method. 

[0096] Next, using a toluene solution of 1 .0% by weight of the polymeric fluorescent substance 1 , a film was formed 
in a thickness of 40 nm by spin coat method. Then, after the film was dried at 120"C under reduced pressure for one 
hour, tris(8-quinokinoi)aluminum (hereinafter referred to as an Alq 3 ) was deposited in a thickness of 40 nm at a rate of 
is 0.1 to 0.2 nm/second as an electron transporting layer. Finally, an aluminum-lithium alloy (Al:Li = about 200:1 in weight 
ratio) was deposited thereon in a thickness of 100 nm as a cathode to produce a polymeric LED. The vacuum degree 
during the deposition was always 1x1 0" s Torr or less. 

[0037] The constant current driving of this device was continuously conducted in a nitrogen flow at a constant current 
density of 25 mA/cm 2 . The luminance after aging for five hours was 716 cd/m 2 , and the half-lifetime of the luminance 
20 was about 350 hours. The increasing rate of the driving voltage during driving after aging for five hour was 0.01 1 V/hr. 

Comparative example 1 

[0098] According to the same manner as that described in Example 1 except for not adding organic compound 1 to 
ss the melhylene chloride solution of PVCz. polymer LED was produced. 

[0099] The constant current driving of this device was continuously conducted in a nitrogen flow at a constant current 
density of 25 mA/cm 2 . The luminance after aging for five hours was 1 173 cd/m 2 , and the half-lifetime of the luminance 
was about 43 hours. The increasing rate of the driving voltage during driving after aging for five hour was 0.120V/hr. 

30 Example 2 

[01 00] According to the same manner as that described in Example 1 except for containing 4.8% by weight of organic 
compound 1 in the methylene chloride solution of PVCz, polymer LED was produced. 

[0101] The constant current driving of this device was continuously conducted in a nitrogen flow at a constant current 
35 density of 25 mA/cm 2 . The luminance after aging for five hours was 1395 cd/m 2 , and the half-lifetime of the luminance 
was about 102 hours. The increasing rate of the driving voltage during driving after aging for five hour was 0.067V7hr. 

. Example 3 

40 [0102] According to the same manner as that described in Example 1 except for containing 9.1% by weight of organic 
compound 1 in the methylene chloride solution of PVCz, polymer LED was produced. 

[01 03] The constant current driving of this device was continuously conducted in a nitrogen flow at a constant cunent 
density of 25 mA/cm 2 . The luminance after aging for five hours was 1 1 45 cd/m 2 , and the half-fif etime of the luminance 
was about 149 hours. The increasing rate of the driving voltage during driving after aging for five hour was 0.045V7hr. 

45 

Example 4 

( Synthesis of polymeric fluorescent substance 2 ) 

so [0104] The phosphonium salt(l) of 2,5-dioctyloxy-p-xylylene dichloride synthesized in Example 1 was mixed with the 
same mole of the phosphonium salt(2) of 2-methoxy-5-octyloxy-p-xylylene dichoride snthesized in the same manner as 
that described in Example 1 . 60 Parts by weight of the mixed phosphonium salt and 7.2 parts by weight of terephthala- 
Idehyde were dissolved in an ethyl alcohol/chloroform mixed solvent An ethyl alcohol solution containing 7.0 parts by 
weight of lithium ethoxide was added dropwise to an ethyl alcohol/chloroform mixed solvent of a phosphonium salts and 

55 dialdehyde, followed by polymerization. To the resulting reaction solution, a chloroform solution of 1-pyrenecarbalde- 
hyde was added and an ethyl alcohol solution containing lithium ethoxide was further added dropwise, and then the 
mixed solution was polymerized with stirring at room temperature for 3 hours. After the reaction solution was allowed to 
stand at room temperature overnight, the formed precipitate was recovered by filtration and the precipitate was washed 
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with ethyl alcohol. This precipitate was dissolved in chloroform and then subjected to reprecipitation purification by add- 
ing ethyl alcohol. The precipitate was dried under reduced pressure to obtain 8.0 parts by weight of a polymer. This pol- 
ymer is referred to as a 'polymeric fluorescent substance 2". 

[0105] The repeating unit of the polymeric fluorescent substance 2 estimated from a charging ratio of monomers are 
shown formula (12) and (13) below. Molar ratio of these two repeating units is about 1:1. The number-average molecu- 
lar weight in terms of polystyrene of the polymeric fluorescent substance 2 was 3.4x1 0 3 . It was confirmed by 'H-NMR 
that the polymer has a pyrenyl group at the molecular terminal. 

< Synthesis of organic compound 2 > 

[0106] 4.8 parts by weight of the phosphonium salt(1) and 4.3 parts by weight of the phosphonium salt (2). obtained - 
by the same manner as the synthesis of polymeric fluorescent substance 2. and 4.3 parts by weight of terephtalatde- 
hyde and 1.2 parts by weight of 1-pyrenecarbaldehyde were all dissolved in an ethyl alcohol/chloroform mixed solvent 
An ethyl alcohol solution containing lithium ethoxide obtained by reacting 0.28 parts by weight of lithium with ethyl alco- 
hol was added dropwise in a mixed solution of phosphonium salts and aldehydes, and then the mixed solution was 
reacted with stirring at room temperature for three hour. After the reaction solution was allowed to stand at room tem- 
perature overnight the formed precipitate was recovered by filtration and the precipitate was washed with ethyl alcohol. 
This precipitate was dissolved in chloroform and then subjected to reprecipitation purification by adding ethyl alcohol. 
Furthermore the precipitate was dissolved in toluene and then subjected to reprecipitation purification by adding ethyl 
alcohol. The precipitate was dried under reduced pressure to obtain 0.9 parts by weight of a product This material is 
referred to as a "organic compound 2". 

[0107] The structure of the organic compound 2 estimated from a charging ratio of monomers, and repeating units 
constituting the organic compound 2 is the same as those of polymeric fluorescent substance 2. ft was confirmed by 
1 H-NMR that the material has a pyrenyl group at the molecular terminal. Average number of total amount of structures 
represented by formula (12) and (13) containing in one molecule of organic compound 2 was 4. The number was esti- 
mated from the ratio of the proton signal of -OCH 2 - group and -OCH 3 group in substituent of phenylene group at around 
3.5~4ppm of 1 H-NMR and the proton signal of pyrenyl group at around 8-8.5ppm of 1 H-NMR. 



OC 8 H 17 

— CH= CH^Q- CH= CH- 
C a H 17 0 



(12) 



OC a H 17 

■ ch=chhQ-ch=ch — 

CH 3 d 




(13) 



45 In the formulas, the molar ratio of two repeating units is 50:50 on the average and two repeating units are combined 
randomly. 

( Measurement of oxidation potential and absorption edge wavelength) 

so [01 08] The oxidation potentials of polymeric fluorescent substance 2 and organic compound 2 was determined in the 
same manner as Example 1. As a result they were 873mV and 853mV respectively. Therefore, the organic compound 
2 satisfied the condition 1 to the polymeric fluorescent substance 2. 

[01 09] Next absorption edge wavelengths of polymeric fluorescent substance 2 and organic compound 2 was deter- 
mined in the same manner as Example 1 . As a result they were 525nm and 530nm respectively. Therefore, the organic 
55 compound 2 satisfied the condition 2 to the polymeric fluorescent substance 2. 
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( Production and evaluation of device ) 

[011 0] According to the same manner as that described in Example 1 except for using polymeric fluorescent sub- 
stance 2 and containing 30% by weight of organic compound 2 in the methylene chloride solution of PVCz. polymer 
5 LED was produced. 

[011 1] The constant current driving of this device was continuously conducted in a nitrogen flow at a constant current 
density of 25 mA/cm 2 . The luminance after aging for five hours was 518 cd/m 2 . and the half-lifetime of the luminance 
was about 120 hours. The increasing rate of the driving voltage during driving after aging for five hour was 0.027V/hr. 

io Example 5 

< Synthesis of organic compound 3 ) 

[011 2] 2.5-dioctyloxy-p-xylylene dichoride was reacted with triphenylphosphine in a N.N-o1methytfc<mamide solvent 
rs to synthesize a phosphonium salt 9.55g of the resulting phosphonium salt, 0.80g of isophtalaldehyde and 1 .84g of 1 - 
pyrenecarbaldehyde were dissolved in an ethyl alcohol/toluene mixed solvent 12.7ml methyl alcohol solution contain- 
ing 1 2% lithium methoxide was dissolved in 50ml ethyl alcohol and the solution was added dropwise in a mixed solution 
of phosphonium salt and aldehydes. After the reaction with stirring at room temperature for four hours, the solution was 
allowed to stand at room temperature overnight. The formed precipitate was recovered by filtration and the precipitate 
so was washed in order with ethyl alcohol, ethyl alcohol/water and ethyl alcohol. This precipitate was dissolved in toluene 
and then subjected to reprecipitation purification by adding ethyl alcohol. The precipitate was dried under reduced pres- 
sure to obtain 2.7g of a product. This material is referred to as a "organic compound 3". The structure of the organic 
compound .3 is shown below. 



ss In the above formula, n was 2.0 on the average. 

< Measurement of oxidation potential and absorption edge wavelength) 

[0113] The oxidation potentials of organic compound 3 was determined in the same manner as Example 1. As a 
40 result, it was 863mV. Therefore, the organic compound 3 satisfied the condition 1 to the polymeric fluorescent sub- 
stance 2. 

[01 1 4] Next, absorption edge wavelengths of organic compound 3 was determined in the same manner as Example 
1 . As a result, it was SOOnm. Therefore, the organic compound 3 satisfied the condition 2 to the polymeric fluorescent 
substance 2. 



( Production and evaluation of device) 

[01 1 5] According to the same manner as that described in Example 4 except for containing 5% by weight of organic 
compound 3 in the methylene chloride solution of PVCz and using 2.0% by weight decafin solution of polymeric fluores- 
50 cent substance 2, polymer LED was produced. 

[01 16] The constant current driving of this device was continuously conducted in a nitrogen flow at a constant current 
density of 25 mA/cm 2 . The luminance after aging for ten hours was 512 cd/m 2 . and the half-lifetime of the luminance 
was about 1 38 hours. The increasing rate of the driving voltage during driving after aging for 10 hour was 0.025V/hr. 



ss 
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Example 6 

< Production and evaluation of device) 

5 [01 1 7] According to the same manner as that described in Example 5 except tor containing 1 0% by weight ot organic 
compound 3 in the methylene chloride solution of PVCz, polymer LED was produced. 

[0118] The constant current driving of this device was continuously conducted in a nitrogen flow at a constant current 
density of 25 mA/cm 2 . The tuminance after aging for ten hours was 478 cd/m 2 . and the half-lifetime of the luminance 
was about 1 1 5 hours. The increasing rate of the driving voltage during driving after aging for 10 hour was 0.023V/hr. 

10 

Example 7 

(Production and evaluation of device) 

is [01 1 9] According to the same manner as that described in Example 5 except for containing 20% by weight of organic 
compound 3 in the methylene chloride solution of PVCz. polymer LED was produced. 

[01 201 The constant current driving of this device was continuously conducted in a nitrogen flow at a constant current 
density of 25 mA/cm 2 . The luminance after aging for ten hours was 401 cd/m 2 . and the half-lifetime of the luminance 
was about 1 63 hours. The increasing rate of the driving voltage during driving after aging for 1 0 hour was 0.020V7hr. 

so 

Example 8 

(Production and evaluation of device) 

25 [01 21 ] According to the same manner as that described in Example 5 except for containing 30% by weight of organic 
compound 3 in the methylene chloride solution of PVCz, polymer LED was produced. 

[01 22] The constant current driving of this device was continuously conducted in a nitrogen flow at a constant current 
density of 25 mA/cm 2 . The luminance after aging for ten hours was 525 cd/m 2 . and the half-lifetime of the luminance 
was about 243 hours. The increasing rate of the driving voltage during driving after aging for 10 hour wa6 0.01 1V/hr. 

30 

Example 9 

( Production and evaluation of device) 

35 [01 23] According to the same manner as that described in Example 5 except for containing 50% by weight of organic 
compound 3 in the methylene chloride solution of PVCz, polymer LED was produced. 

[01 24] The constant current driving of this device was continuously conducted in a nitrogen flow at a constant current 
density of 25 mA/cm 2 . The luminance after aging for ten hours was 348 cd/m 2 , and the half-lifetime of the luminance 
was about 1 89 hours. The increasing rate of the driving voltage during driving after aging for 10 hour was 0.009V/hr. 

40 

Example 10 

( Synthesis of organic compound 4> 

45 [0125] 2.5-dioctyloxy-p-xyfylene dichoride was reacted with triphenytphosphine in a N.N-o5methytfarrnarnide solvent 
to synthesize a phosphonium salt. 9.55g of the resulting phosphonium salt 0.80g of terephtalaldehyde and 1.84g of 1- 
pyrenecarbaldehyde were dissolved in an ethyl alcohol/toluene mixed solvent 12ml methyl alcohol solution containing 
1 2% lithium methoxide was dissolved in 40ml ethyl alcohol and the solution was added drop wise in a mixed solution of 
phosphonium salt and aldehydes. After the reaction with stirring at room temperature for four hours, the solution was 

so allowed to stand at room temperature overnight. The formed precipitate was recovered by filtration and the precipitate 
was washed in order with ethyl alcohol, ethyl alcohol/water and ethyl alcohol. This precipitate was dissolved in toluene 
and then subjected to reprecipitation purification by adding ethyl alcohol. The precipitate was dried under reduced pres- 
sure to obtain 1 ,6g of a product. This material is referred to as a "organic compound 4". The structure of the organic 
compound 4 is shown below. 

55 
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PC8H 17 




(15) 



In the above formula, n was 2.4 on the average. 

< Measurement of oxidation potential and absorption edge wavelength) 

[0126] The oxidation potentials of organic compound 4 was determined in the same manner as Example 1. As a 
result it was 783mV. Therefore, the organic compound 4 satisfied the condition 1 to the polymeric fluorescent sub- 
stance 2. _ . 
[0127] Next absorption edge wavelengths of organic compound 4 was determined in the same manner as Example 
1 . As a result.' it was 535nm. Therefore, the organic compound 4 satisfied the condition 2 to the polymeric fluorescent 
substance 2. 

< Production and evaluation of device) 

[01 28] According to the same manner as that described in Example 4 except for containing 20% by weight of organic 
compound 4 in the methylene chloride solution of PVCz and using 2.0% by weight decalin solution of polymeric fluores- 
cent substance 2, polymer LED was produced. 

[0129] The constant current driving of this device was continuously conducted in a nitrogen flow at a constant current 
density of 25 mA/cm 2 . The luminance after aging for five hours was 1035 cd/m 2 . and the half-lifetime of the luminance 
was about 157 hours. The increasing rate of the driving voltage during driving after aging for five hour was 0.038v7hr. 

Example 1 1 

( Synthesis of organic compound 5) 

[0130] 2 5-bis(3-phenylpropyloxy)-p-xytylene dichoride was reacted with triphenytphosphine in a N.N-dimethylforma- 
mide solvent to synthesize a phosphonium salt 10.56g of the resulting phosphonium salt. 0.67g of terepntalaldehyde 
and 2 3g of 1-pyrenecarbaldehyde were dissolved in an ethyl alcohol/toluene mixed solvent. 12ml methyl alcohol solu- 
tion containing 12% lithium methoxide was dissolved in 40ml ethyl alcohol and the solution was added dropwise in a 
mixed solution of phosphonium salt and aldehydes. After the reaction with stirring at room temperature fortour hours, 
the solution was allowed to stand at room temperature overnight. The formed precipitate was recovered by fStratjon and 
the precipitate was washed in order with ethyl alcohol, ethyl alcohol/water and ethyl alcohol. This precipitate was dis- 
solved in toluene and then subjected to reprecipitation purification by adding ethyl alcohol. The precipitate was dned 
under reduced pressure to obtain 3.3g of a product. This material is referred to as a "organic compound S\ The struc- 
ture of the organic compound 5 is shown below. 



17 



05/08/2002 08:12:06 Seite -17- 



EP0 901 174 A2 



s 



10 



IS 




so In the above formula, n was 1 .6 on the average. 

< Measurement of oxidation potential and absorption edge wavelength) 

[0131] The oxidation potentials of organic compound 5 was determined in the same manner as Example 1. As a 
ss result, it was 780mV. Therefore, the organic compound 5 satisfied the - condition 1 to the polymeric fluorescent sub- 
stance 2. 

[0132] Next absorption edge wavelengths of organic compound 5 was determined in the same manner as Example 
1 . As a result, it was 525nm Therefore, the organic compound 5 satisfied the condition 2 to the polymeric fluorescent 
substance 2. 

30 

< Production and evaluation of device) 

[0133] According to the same manner as that described in Example 10 except for using organic compound 5 instead 
of organic compound 4, polymer LED was produced. 
35 [01 34] The constant current driving of this device was continuously conducted in a nitrogen flow at a constant current 
density of 25 mA/cm 2 . The luminance after aging for thirty hours was 495 cd/m z , and the half -lifetime of the luminance 
was about 148 hours. The increasing rate of the driving voltage during driving after aging tor thirty hour was 0.01 7V/hr. 

Example 12 

40 

( Synthesis of organic compound 6) 

[0135] 2,5-dioctyloxy-p-xylylene dichoride was reacted with triphenytphosphine in a N,N-dimethytforrnarrtide solvent 
to synthesize a phosphonium salt. 9.55g of the resulting phosphonium salt 0.54g of terephtalakJehyde and 2.76g of 1- 

4S pyrenecarbaldehyde were dissolved in an ethyl alcohol/toluene mixed solvent 12ml methyl alcohol solution containing 
1 2% lithium methoxide was dissolved in 40ml ethyl alcohol and the solution was added dropwise in a mixed solution of 
phosphonium salt and aldehydes. After the reaction with stirring at room temperature for four hours, the solution was 
allowed to stand at room temperature overnight. The formed precipitate was recovered by filtration and the precipitate 
was washed in order with ethyl alcohol, ethyl alcohol/water and ethyl alcohol. This precipitate was dissolved in toluene 

so and then subjected to reprecipitation purification by adding ethyl alcohol. The precipitate was dried under reduced pres- 
sure to obtain 1.1g of a product This material is referred to as a "organic compound 6'. The structure of the organic 
compound 6 is shown below. 

55 
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In the above formula, n was 1 .2 on the average. 

< Measurement of oxidation potential and absorption edge wavelength) 

[0136] The oxidation potentials of organic compound 6 was determined in the same manner as Example 1. As a 
result it was 738mV. Therefore, the organic compound 6 satisfied the condition 1 to the polymeric fluorescent sub- 
stance 2. 

[0137] Next, absorption edge wavelengths of organic compound 6 was determined in the same manner as Example 
1 . As a result, it was 535nm Therefore, the organic compound 6 satisfied the condition 2 to the polymeric fluorescent 
substance 2. 

< Production and evaluation of device) 

[0138] According to the same manner as that described in Example 1 0 except for using organic compound 6 instead 
of organic compound 4, polymer LED was produced. 

[01 39] The constant current driving of this device was continuously conducted in a nitrogen flow at a constant current 
density of 25 mA/cm a . The luminance after aging for thirty hours was 550 cd/m 2 , and the half-lifetime of the luminance 
was about 130 hours. The increasing rate of the driving voltage during driving after aging for thirty hour was 0.025V/hr. 
[0140] A long-lifetime polymer light emitting device, wherein an attenuation in luminance and an increase in driving 
voltage are very small, can be obtained by adding a specific organic compound into an charge transporting layer of the 
polymer light emitting device. Therefore, the polymer light emitting device can be preferably used in a device such as a 
curved surface-shape or flat light source as a back light, flat panel display and the like. 

Claims 

1 . A polymer light emitting device at least having a light emitting layer containing a polymeric fluorescent substance 
and a charge transporting layer provided adjacent to the light emitting layer between electrodes consisting of a pair 
of an anode and a cathode, at least one of which electrode is transparent or semitransparent. wherein said poly- 
meric fluorescent substance contains one or more kind of repeating units represented by the following formula (1), 
the sum of the repeating units being not less than 50% by mol based on the total repeating units, and has a 
number-average molecular weight of 10 3 to 10 7 in terms of polystyrene 

-Ar 1 -CR 1 =CR 2 — 0) 

(wherein Ar, represents an arylene group having 4 to 20 carbon atoms taking part in a conjugated bond, or a het- 
erocyclic compound group having 4 to 20 carbon atoms taking part in a conjugated bond; and R, and R 2 independ- 
ently represent a group selected from the group consisting of hydrogen, an alkyl group having 1 to 20 carbon 
atoms, an aryl group having 6 to 20 carbon atoms, a heterocyclic compound group having 4 to 20 carbon atoms 
and a cyano group), and said charge transporting layer contains an organic compound satisfying the foDowing con- 
ditions 1 and 2 in an amount of from 1 to 70% by weight 

EoX2 -0.15 sE^sE^t 0.10 (condition 1) 

* .«« - 30 a x adgoi s A .**>2 +20 ' (c0ndition 2) 

(wherein E ox1 and k respectively represent an electrochemically determined oxidation potential and an 
absorption edge wavelength of an absorption spectrum of said organic compound; E OX 2 and X respectively 
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represent an electrochemically determined oxidation potential and an absorption edge wavelength of an absorption 
spectrum of said polymeric fluorescent substance used in said light emitting layer; and the unit in the condition 1 is 
V and the unit in the condition 2 is nm). 

s 2. The polymer light emitting device according to claim 1 , wherein the organic compound satisfying the above condi- 
tions 1 and 2 has two or more condensed polycyclic aromatic compound groups containing three or more rings, in 
a molecule. 

3. The polymer light emitting device according to claim 1 . wherein the organic compound satisfying the above condi- 
10 tions 1 and 2 has one or more kinds of repeating units of the polymeric fluorescent substance used in the fight emit- 
ting layer as a part of structural units of the organic compound. 

4. The polymer light emitting device according to claim 3. wherein the organic compound satisfying the above condi- 
tions 1 and 2 is an oligomer containing 3 to 7 repeating units represented by the above formula (1) on the average. 

15 

5. The polymer light emitting device according to any one of claim 1 to 4, wherein at least one hole transporting layer 
is comprised as the charge transporting layer, and an organic compound satisfying the above conditions 1 and 2 is 
contained in the hole transporting layer. 

20 6. The polymer light emitting device according to claim 5, wherein the hole transporting layer contains at least one pol- 
ymeric hole transporting material having an aromatic amine compound group at the side chain or the main chain, 
or at least one polymeric hole transporting material having a carbazole ring or its derivative at the side chain. 

7. The polymer light emitting device according to claim 5, wherein the hole transporting layer contains at least one pol- 
25 ymeric hole transporting material having polysilane or polysiloxane as a skeleton. 

8. The polymer light emitting device of any one of daim 1 to 4, wherein the light emitting layer is produced by coating 
of a solution and at least one charge transporting layer is produced by coating a mixed solution of at least one 
organic compound satisfying the above conditions 1 and 2 and at least one charge transporting material. 

30 
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